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T ictinp; r>f Claims: 

1 (Currently Amended) A method for manufacturing an R-T-B system 
rare eart h permanent magnet comprising a sintered body ee^pri^ hjivjng^ 

ssmP o § iti ^ essex U, 25* tn 353 hi wtfHr * B ^herein £ 

^.t R one or *U 1 hi ^ tint the rare earth elements, 

iBd uj g 3D to d 52fi by weight of B 0 0?% to 0 6% by weight of Al and/or Cu . 

noTimo <m Trr gsigfei tf *r - His fe^ 5 8 m of °°- and the 

balance suh fttaritAallv being Fe, 

whergj, aaxd sintered arises a main phase consisting of an R 2 T l4 B 

phase (whe.ein^eprese^e^^e . a r c earth eWe^s (p r iding thnt th. 
^ Jumtfo innliirlo and T represents one or more transition metal 
elements essentially containing Fe, or Fe and Ce> fi* and a grain boundary phase 
containing a higher amount of R than said main phase, 

wherein a product that is rich in Zr exists in said R 2 TuB phase, 
said manufacturing method comprising the steps of: 

preparing an R-T-B alloy containing as a main component said &T14B phase 
aK d also containing the whole amountof Zr, and an R-T alloy containing R and T as 
m ain components, wherein the amount of R is higher than that of said R-T-B alloy ; 

obtaining a mixture of a powderof said R-T-B alloy pewde* and a powder of 

said R-T alloy-pewder; 

preparing a compacted body with a certain form from said mixture; and 

sintering said compacted body, 
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wherein, in said sintering step, said product is generated in said R 2 T 14 B 

wherein said R-T-B alloy is prepared by the strip casting method under the 
condition that the peripheral velocity of a chill roll is 1.0 to 1.8 m/s. 

2 (Original) A method for manufacturing an R-T-B system rare earth 
permanent magnet according to claim 1, wherein said product is platy or acicular. 

3 (Original) A method for manufacturing an R-T-B system rare earth 
permanent magnet according to claim 1, wherein said R-T-B alloy that does not 
contain said product is prepared, and then the steps up to said sintering step of 
sintering said compacted body are carried out, while avoiding the generation of sam 
product. 

4. (Cancelled) 

5. (Cancelled) 

6 (Original) A method for manufacturing an R-T-B system rare earth 
permanent magnet according to claim 1, wherein the amount of oxygen contained in 
said sintered body is 2,000 ppm or less. 
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